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1 (Currently Amended) A secondary carpet backing comprising a woven Jabric having 
a flat weave coustmcticn of warp tapes and multifilament picks with * average ot about 

but less than full effective warp covera^ and with an average of about. 10 to about 20 
multifilament picks per inch, fl^c ave nrnntirHm. <*W*m& * pM*™™S><± 
jjB^ftto s-ueh that the fcbric has a wdtft of about 1 .5 to about 7 o«v and average arr 
peccability of at lea* about 250 ftWft. J , determined according to ASTM D-737 
with a p» Afterential equal to 0.5 inch wate r the sgondaiv. n-ptt fractaS 
■ irrrn „. r « w m ..rdn^riowl HHffiiy gnd Jrirnnmrfon wtomLSLliamt 
wilh (he second ary carpet backing. 

2. (Original) The carpet backing of claim 1 therein Iba warp tapes comprise 
polypropylene and have widths of about 40 to about 100 mils. 

3. (Original) Ttac^b^^ctoa^^^^^ 0 ^ 
1 000 to about 2500 g/9000 m. 

4. (Original) The carpd backing ofclaim 3 wherein the average pick eount is about 13 
to about 1 8 picks per inch. 

5. (Ordinal) The carpet backing of claim 1 wherein theoretical warp coverage is about 
55 to about 90%. 

6 (Original) The carpet backta* of claim 5 wherein me average warp coin* i* about 13 
to about 18 tapes per inch and the average pick eount is about 13 to about 17 picks per 
inch. 

7. (Cancelled) 



8. (Cancelled) 
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9. (Cancelled) 

10 (Withdrawn) A carpet comprising a primary backing structure having a plurality of 
tufia comprising yarn extending therefrom - a *• - > ° f ^ 

comprismg ^ yam doused on a pitched side opposite fa pile aid, and a secondary 
backtoglaminatedto the stitched sidewhha^dbinto.^the^on^backutg 
comprises a woven MA having a flat weave enaction of warn tapes and 
muldfilamcnt pick yarns with an averse of about 12 to about 24 warp tapes per men 
providing 50 to abou. 100% theoretical warp coverage hut less than mil effective warp 
covers and with an average of about 1 0 to about 20 multifile* picks per inch, such 
thatthe fabric has a w ft i E ht of about 1.5 to about 7 osy «i average air permeability of at 
lcaSt aD0Ut 250 nW/ft 3 determined according to ASTM T>737 with a pressure 
differential cqxirf Iai 0.5 inch water. 

U (Withdrawn) The carpet of claim 10 wherein the warp tapea of the s^dary 
baclringconNrisei*^^ . 

12. (Withdrawn) The of claim 11 wherein the pick, comprise polypropylene 
filaments and have denicra of about 1000 to about 2500 g/9000 m. 

13 (Withdrawn) The carpet of claim 12 wherein the secondary backing ha* an average 
' pick count of about 1 3 U, about 17 picks per inch and an average warp count of about 12 
to about 20 tapes per inch, provided (hat. when the averse warp conn, is 18 tapes per 
inch or greater, the. average pick count is about 15 pinks per inch or fewer. 

14. (Withdrawn) The carpet of claim 13 wfaff*. the secondary backing has a plain 
weave construction, 

15. ' (Withdrawn) The carpet of claim 13 wherein the secondary backing has a twill 
weave construction. 



3 



PAGE 10/29 * RCVD AT 11/1/2005 3:08:42 PM (Eastern Standard Time] " SVR:USPTO-EFXRF-6137 * DNiS:2738300 * CSID:404 572 5145 * DURATION (him-ss):1142 



NOU 01 2005 15:08 FR KING 8, SPALDING LLP404 572 5145 TO 555 1 805485tt 1 050 1 P. 11 

Serial NO. 10/701,519 



16 (^drawn) 

at least 30 lbs. * constant staun and 73*F and 50% relative humidity 16 bo.s after mittol 
sbain from a 10U pound load. 

,7. (MthdrawD) Th* <»P* of claim 10 wherein the primary booking comprise . 
woven pol ypitJpylcnc backing having a closed weave. 

18 (Withdrawn) In a pro** for making a carpet comprising steps uprising tuftmg a 
primary backing with at least one face yam lu form a plurality of mfts on k P .1c 

the pile Bide, conning the Stitched side ana a .secondary backing with a fart* and 
w „i„g the binder in contact with the stitched stde and the secondary backing to larmnate 
the secondary hiking to the stitched ride, the improvement wherein the secondary 
backing is a carpet backing according to claim 1. 

19 (Withdrawn) The process of claim 18 wherein curing of the binder in contact with 
the stitched side and the secondary backing comprises heating at about *» to about 
350°F for about 1 to about. 6 minutes. 

20 (Withdrawn) The process of claim IS wherein the secondary backing has an average 
warp count of about 12 to about IS tapes per inch, an average pick eonnt of about 12 to 
about 20 picks p«r in* and average air permeability of about 300 to about 800 
n.Vmin./ft.*. 
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